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@ Wasserdampfdurchlassiges, wasserdichtes Material mit adsorbierenden Eigenschaften 

© Die Erfindung beschreibt etn mehrlagiges Schutzmaterial, 
bestehend a us einem textilen Material (Aufcenseite), mit 
dahinter einer wasserdtchten, wasserdampfdurchlassigen 
Membran. die gleichzeitig als Haftmasse fur eine Schicht 
Adsorberteilchen dient. Letztere konnen durch ein leichtes 
Gewirk abgedeckt sein. 
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Bcschreibung 

Die DE 33 04 349 Al beschreibt ein luftdurchlassiges 
SchutzmatertaL welches insbesondere als Filterschicht 
fur SchutzanzQge gegen chemische Gifte gedacht isi 5 
und sowohl militarische als auch zivile Anwendungen 
kennt Die DE 37 16 303 Al beschreibt ein Schuhinnen- 
material welches den Trager gegen durch das Leder 
eindringende chemische Gifte schiitzen solL In beiden 
Fallen wird von einer besonders abriebfesten kugelfdr- 10 
migen Aktivkohle Gebrauch gemacht welche mit Hilfe 
einer diskontinuierlich aufgetragenen Haftmasse auf 
dem Tragermaterial zum Haften gebracht wird. Beson- 
ders gut haben sich als Haftmasse die High Solids* der 
Bayer AG bewflhrt Das sind prapolymere Systeme. 15 
welche erst ab ca, 130°C in den eigentlichen Kunststoff 
(ein Pulyurethan) umgesetzt werden, vorher aber ein 
ausgepragtes, zur Erzielung einer hohen Haftung sehr 
gunstiges Viskositatsminimum durchlaufen. 

Es wurde inzwischen gefunden, daB durch Einbau hy- 20 
drophiler Segmente in das prapolymere Isocyanat mit 
den erwahnten High Solids Membranen hoher Wasser- 
dampfdurchiassigkeit erzeugt werden kdnnen, so daB 
ein punktf6rmiger Auftrag nicht mehr notig ist, urn ei- 
nen guten Tragekomfort zu gewahrleisten. Eine konti- 25 
nuierlich aufgetragene Haftschicht hat aber noch eine 
ganze Reihe von Vorteilen: Bei dem erwahnten Materi- 
al fur SchutzanzQge bildet die nicht mehr unterbrochene 
Haftschicht eine Sperre gegen FlQssigkeiten, die, wenn 
sie bis zur Aktivkohle durchdringen, diese oft tiberfor- 30 
dem. Gleichzeitig bildet die Haftschicht einen ausge- 
zeichneten Regenschutz bzw. Windschutz. Bei den tibli- 
chen textilen Tragern kann das Eindringen der Haftmas- 
se in das Gewebe zu einer gewissen Versteifung fiihren, 
die bei Anwendungen fur Schutzbekleidung uner- 35 
wunscht ist Dem kann abgeholfen werden, indem man 
die Haftmasse auf Umkehrpapier auftragt anschlieBend 
mit Adsorbern in OberschuB bestreut den OberschuB 
entfernt und schluBendlich vernetzt. Man erhalt so eine 
wasserdampfdurchlissige, wasserdichte Membran, auf 40 
der die Adsorberteilchen haften. Diese Membran kann 
anschlieBend punktformig mit einem Textil verbunden 
werden. 

SchlieBlich ist es vorteilhaft, die Adsorberschicht mit 
einem leichten Textil abzudecken. 45 

Beim Schuhinnenmaterial wird mit der eine geschlos- 
sene Schicht bildenden Haftmasse ein sehr guter Nasse- 
schutz erzielL 
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ten auf einem Trager punktformig aufkaschiert 
wird. 

5. Material nach einem oder mehreren der vorher- 
gehenden A nsprttche. dadurch gekennzeichnet daB 
die wasserdampfdurchiassige Membran aus einem 
prapolymeren Material, insbesondere einem poly* 
meren, maskierten Isocyanat. welches nach Abspal- 
ten der maskierenden Gruppen mit einem Polya- 
min reagiert, gefertigt ist, wobei ausreichend hy- 
drophile Segmente vorhanden sind, urn die Wasser* 
dampfdurchlassigkeit zu gewahrleisten. 

6. Material nach einem oder mehreren der vorher- 
gehenden Ansprilche.dadurch gekennzeichnetdaB 
die Adsorber Aktivkohle sind. 

7. Material nach einem oder mehreren der vorher- 
gehenden AnsprUche, dadurch gekennzeichnet, daB 
die Adsorber Aktivkohlekugelchen mit hoher Fe- 
stigkeit und Abriebfestigkeit sind und einen mittle- 
ren Durchmesser von 0.1 -1,0 mm, insbesondere 
0^-0,7 mm, und eine innere Oberflache von 
600-1800 m 2 /g, insbesondere 800-1500 m 2 /g, be- 
sitzen. 



1. Wasscrdampfdurchlassiges, wasserdichtes Mate- 
rial, bestehend aus einem Tragermaterial, einer da- 
mit verbundenen elastischen, wasserdichten, je- 
doch wasserdampfdurchlassigen, keine Poren auf- 55 
weisenden Membran, an der Adsorberteilchen zum 
Haften gebracht sind, die ihrerseits durch ein leich- 
tesTextilmaterial abgedeckt sein konnen. 

2. Material nach Anspruch 1, dadurch gekennzeich- 
net, daB das Tragermaterial ein Textil ist 60 

3. Material nach Anspruch 1 und/oder 2, dadurch 
gekennzeichnet daB die Haftschicht auf den Trager 
aufgetragen wird und vor dem Ausharten der Haft- 
schicht die Adsorber auf gestreut werden. 

4. Material nach Anspruch 1 und/oder 2, dadurch 63 
gekennzeichnet daB die Haftschicht auf Umkehr- 
papier hergestellt wird, vor dem Ausharten mit Ad- 
sorbern beaufschlagt wird und nach dem Aush&r- 
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A material which is porous to water vapour but impervious to water 
consists of a substrate bonded to an elastic membrane which is 
water-proof but porous to water vapour and yet is free from pores; 
adsorbing particles are applied to bond to this membrane and they can 
be covered over with a textile material. Pref. material for the 
membrane is a masked isocyanate polymer which, after splitting off the 
masking gps . , reacts with a polyamine. 

ADVANTAGE - For the prodn. of civilian or military protective 
clothing the prod, requires no coated spots for comfortable wear. The 
bonding in the product is a continuous barrier against liquids and 
hence provides excellent protection against wind and rain. ( lpp 
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(34) Water-tight material which'i, permeable to water vapor with ad»rbin«rcpertie, 

™ ^2TT 4 ***** V***" a »~* ofT^mLal (outer 

«fc). w*b^4embrane behind it which i, water-tight but permeable to water vapo,-*hich also serves 
as an adbesave subsunce for a layer of adsorb panicles. This can be covered XX buoed 
fabric. 



Description 

DE 33 04 349 Al describes a protective material which is permeable to air which is 
intended, in particular, as a filter layer for protective clothe, for chemical toxic 
substances and which has both military tod civilian applications. DE 37 16 303 A l 
describes a material for the inside of shoes; which protects the wearer gainst chemical 
toxic substances which- penetrate .through the leather. In both cases use is nude of, 
spherical activ.ted carbon which is particularly abrasion resistant, which is adhered to the 
carter material usin f an adhesive substance which is applied in a discontinuous manner 
The High Solids* of Bayer AG have proved particulariy good, are pmpolymT 
system, which am only converted to the actual picric (a polyurethaoe) at temLmres 
•bove approximately 130*C and which before this pas, through a well-defined viscosity 
minimum which is favorable for obtaining good adhesion. 

It has in the meantime been found that by incorporating hydrophilic segment, into the 
pr-olymer isocyanite with the High Solids mentioned, membranes with a high 
permeability to water vapor can be produced, so that punctiform application .is no longer 
j«easary in order to guarantee good wearing comfort. A continuously appued adhesive 
layer has a number of other advantages: in the case of the materials mentioned for 
protective doming the adhesive layer, which is now continuous, form, a barrier against 
quid, which^if they penetrate through to the activated carbon, frequently overstres, this 
carbon. At the same time the adhesive layer affords excellent protection against the rain 
orwtnd. Wl„ the usual textite carriers me penetration of the adhesive 
fabnc can lead to a certain stiffening which is undesirable when protective clothing is 
involved. Tms can be remedied if me adhesive substance is applied to rrvenal paper 
then sprinkled with adsorbers in excess, if the excess is then removed and finally^, 
unfaa, u carried out In this way a water-tight membrane is obtained which is permeable 
to water vapor and to which the adsorber particle, adhere.. This membrane can then be 
attached to a textile in a punctifbrm manner. 

Finally it Is advantageous to cover the adsorber layer with a light textile. 

In the case of shoe inner materials very good protection against moisture is achieved by 
means of the adhesive material which forms a sealed layer. 



4 15512SS6 — P66E.aa3 



1. Water-tight material which is permeable to water vapor, consisting of a carrier 
material, an elastic membrane which is attached to it. which is water-tight but permeable 
to water vapor and which has no pores, on which adsorber particles are adhered which in 
turn can be covered with a light textile material. 

2. Material according to Claim 1. characterized by the fact, that the carrier material is a 

3. Material according to Claims 1 ind/or 2, characterized by the fact, that the adhesive 
layer is applied to the carrier and the adsorber is applied before hardening of the adhesive 
layer. 

4. Material according* to Claim 1 and/or 2^haracterized by the fact, that the adhesive 
layer is produced on reversal paper, before^ardening adsorber is applied to it and after 
hardening it is laminated to a carrier in a punctif onn manner . 

•3 

5. Material according to one or more of the above claims, characterized by the fact, that 
the membrane which is permeable to water vapor is made from a prepolymer material, in 
particular a polymer, masked isocyanatc, which after cleavage of the masked group, 
reacts with a polyamine, whereby sufficient hydrophilic segments are available, to 
guarantee the permeability to water vapor. 

6. Material according to one or more of the above claims, characterized by the fact, that 
the adsorbers are activated carbon. 

7. Material according to one or more of the above.claims, characterized by the fact, that 
the adsorbers are activated carbon globules with high strength- and abrasion resistance 9 
and which have an average diameter o/O.! • L0 mm! in particular 0.2 -0J7 mm, and an 
inner surface of 600 •WOOmVg.m particular 800-l;306mVg. . * . 



